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Charge 20,303 kilogrammes molten pig iron.
_ 984_____„______limestone — 4*84 per cent.
3,280 kilogrammes ore = 16*1 per cent. =="4-75 per cent.~O at 180m. 820 „ „ = 4'04 „ „ =1-18 ;, ,, O at 215 m. 81 ' _______„ = 0-40 ,, „ == 0-12 „ „ Q
4,181 kilogrammes ore = 20'54 per cent. = 6'05 per cent. O
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DIAGRAM J.—Removal of Reducing Agents.
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DIAGRAM II.—Action of Oxygen.
But it has only been 20*54 per cent. Thus the quantity of ore employed was too small, and there were greater demands placed on the oxidising action of the flame, whereby at the same time also a lengthening of the duration of the " heat " would be enforced.
From the diagram of the work of the oxygen (Fig. 24) one perceives that the metal was refined solely by the oxidising action of the flame in the period from 155 to 180 minutesruginous slag, and that in the period from 140 minutes from the beginning up to the end must be satisfied by a low ferruginous slag, in spite of ore being afterwards added.
